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Polypropylene moulding compsn. - including a calcium salt, dry wood meal and atactic 
polypropylene 

Patent Assignee: IDEMITSU PETROCHEM CO 
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Priority Applications (Number Kind Date): JP 75101714 A ( 19750826) 



Abstract: 

JP 52025844 A 

Compsn. comprises 30 to 60 wt. % of polypropylene (homopolymer of copolymers comprising mainly 
propylene) 30 to 50 wt. % of >=1 of CaC03, or CaS03 and CaS04 (of size 100 to 250 meshes), 10 to 
30 wt. % dry wood meal (maple tree, Japan cedar, white birch etc. having a water content of 5 to 7 wt. 
%, and size 80 to 200 meshes) and 10 to 15 wt. % atactic polypropylene of mol. wt. 25000 to 35000. 

Compsn. has excellent mechanical properties, partic. impact resistance and mouldability. 
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